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(57) Abstract: 



PURPOSE: To obtain an foamed 
mortar cavity filler not deteriorating 
foarnability even in the case of use of 
an ordinary foaming agent, preventing 
the separation of materials without 
using a thickener and having 
satisfactory characteristics while using 
fly ash in combination with cement as 
a hardening material. 

CONSTITUTION: Water is added to a 
mixed hardening material obtd. by 
mixing fly ash with cement in a weight 
ratio of 4:6 to 2:8 to prepare a slurry 
contg. 50-70wt.% water. This slurry is 
mixed and blended with a proper amt. 
of a foaming agent. 
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PURPOSE: To obtain an foamed mortar cavity filler not 
deteriorating foamability even in the case of use of an ordinary 
foaming agent, preventing the separation of materials without using 
a thickener and having satisfactory characteristics while using fly 
ash in combination with cement as a hardening material. 

CONSTITUTION: Water is added to a mixed hardening material 
obtd. by mixing fly ash with cement in a weight ratio of 4:6 to 2:8 to 
prepare a slurry contg. 50-70wt.% water. This slurry is mixed and 
blended with a proper amt. of a foaming agent. 
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